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(54) Fuel hose 

(57) A fuel hose which is less permeable to an au- 
tomotivefuel and highly resistant to a sour gasoline. The 
fuel hose comprises at least one layer including an in- 



nermost layer which comprises a thermoplastic poly- 
butylene terephthalate elastomer containing a dimer ac- 
id moiety. 
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Description 

BACKGROUND OF THE INVENTION 
5 Field of the Invention 

[0001 ] The present invention relates to a fuel hose for use as a fuel transportation pipe for transporting an automotive 
fuel such as a gasoline, an alcohol-containing gasoline (gasohol), an alcohol, hydrogen, liquified petroleum gas (LPG), 
compressed natural gas (CNG), light oil or dimethyl ether. 

10 

Description of the Art 

[0002] To cope with more stringent regulations against vapor emission of automotive fuel gases in recent years, 
various types of low-permeability automotive fuel hoses have been investigated. Exemplary low-permeability fuel hoses 

'5 hitherto proposed are those produced by employing polyester resins such as polybutylene naphthalate (PBN) and 
polybutylene terephthalate (PBT) which are less permeable to fuels. However, where a hose of a single layer structure 
is produced by employing such a polyester resin alone, the hose has poor flexibility because the polyester resin (PBN, 
PBT etc.) is highly rigid. Therefore, it is a common practice to laminate a thin polyester resin layer and a thermoplastic 
resin layer for production of a low-permeability fuel hose. 

20 [0003] However, a polyester resin (PBN, PBT etc.) does not adhere well to other types of materials. Therefore, in 
the above hose, the polyester resin layer and the thermoplastic resin layer should be laminated by providing an adhesive 
layer therebetween, 

correspondingly complicating the production process. To this end, a hose has been proposed which includes an inner- 
. most layer of a thermoplastic polyester elastomer provided on the inner periphery of a polyester resin layer such as of 
25 the PBN or the PBT. Since the innermost layer and the polyester resin layer provided on the outer periphery of the 

innermost layer are both polyester-based, the innermost layer and the polyester resin layer can be laminated without 

the use of an adhesive by co-extruding the thermoplastic. polyester elastomer and the polyester resin (e.g., PBN). 

However, the inventors of the present invention found, as a result of further studies on this hose, that the innermost 

layer of the thermoplastic polyester elastomer is unsatisfactory in sour gasoline resistance (resistance to a sour gasoline 
30 generated through oxidation of a gasoline) which is an important property required in hose applications for fuels. 

[0004] In view of the foregoing, it is an object of the present invention to provide a fuel hose which is less permeable 

to automotive fuels and highly resistant to sour gasoline. 

SUMMARY OF THE INVENTION 

35 

[0005] In accordance with the present invention to achieve the aforesaid object, there is provided a fuel hose which 
comprises at least one layer including an innermost layer comprising a thermoplastic polybutylene terephthalate elas- 
tomer containing a dimer acid moiety. 

[0006] The inventors of the present invention conducted studies to determine the reason a hose which has an in- 
nermost layer composed of the thermoplastic polyester elastomer tends to be inferior in sour gasoline resistance, and. 
discovered that a polyether contained as a soft segment in the thermoplastic polyester elastomer is liable to be eroded 
by a peroxide in the sour gasoline, thereby resulting in the deterioration of the hose. As a result of further research 
and development, the inventors found that, where a dimer acid moiety is introduced into a thermoplastic polybutylene 
terephthalate (PBT) elastomer containing polybutylene terephthalate (PBT) as a hard segment to reduce the proportion 
■*5 of the soft segment (polyether) or to entirely replace the soft segment with the dimer acid moiety, the innermost layer 
is less likely to be eroded by the peroxide in the sour gasoline, whereby the hose tends to be free from deterioration 
by having an improved sour gasoline resistance. Thus, the present invention has been attained. 
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BRIEF DESCRIPTION OF THE DRAWING 

[0007] The sole figure of the drawing is a diagram illustrating the construction of an exemplary fuel hose according 
to the present invention. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

[0008] The present invention will hereinafter be described in detail by way of embodiments thereof. 

[0009] As shown in the Figure, a fuel hose according to the present invention includes an inner layer 1 , a barrier 

layer 2 provided on the outer periphery of the inner layer 1 , and an outer layer 3 provided on the outer periphery of the 
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barrier layer 2. An important feature of the present invention is that the inner layer 1 comprises a thermoplastic poly- 
butylene terephthalate elastomer containing a moiety of a dimer acid. 

[0010] The thermoplastic polybutylene terephthalate elastomer (PBT-TPE) containing the dimer acid moiety is em- 
ployed as a material for the inner layer 1 . 

[0011] The dimer acid is a dimer obtained through a reaction of two molecules of an organic acid. Examples of the 
dimer acid include aliphatic dimer acids, alicyclic dimer acids and aromatic dimer acids, which may be used either 
alone or in combination. 

[001 2] Examples of aliphatic dimer acids include dimer acids represented by the following general formulae (1 ) and 
(2), which may be used either alone or in combination. 

Ri -CH-Ra COOH 

I ••• (10 

Rt -CH-R4 COOH 

wherein R, and R 2 , which may be the same or different, are alkyl groups; R 3 and R 4 , which may be the same or 
different, are alkylene groups; and a total carbon number of R n to R 4 is preferably 24 to 36. 

R, -CH-R, COOH 

I - (2) 

R 2 -C=CHCOOH 

wherein R n and R 2 , which may be the same or different, are alkyl groups; R 3 is an alkylene group; and a total carbon 
number of R 1 to R 3 is preferably 24 to 36. 

[0013] Examples of alicyclic dimer acids include dimer acids represented by the following general formulae (3) to 
(6), which may be used either alone or in combination. 

R.-Q-R. COOH (3) 
R, X R« COOH 

wherein R-, and R 2 , which may be Hie same or diffeienl, are alkyl groups; R 3 and R 4 , which may be the same or 
different, are alkylene groups; and a total carbon number of R-j to R 4 is preferably 24 to 36. 



R,-< >— R 5 COOH 

X - (4) 

R, N R< COOH 



wherein R 1 and R 2 , which may be the same or different, are alkyl groups; R 3 and R 4 , which may be the same or 
different, are alkylene groups: and a total carbon number of R 1 to R 4 is preferably 24 to 36. 



R, 



R. 

-• (5) 

x R a COOH 
R< COOH 




wherein R, and R 2 , which may be the same or different, are alkyl groups; R 3 and R 4 , which may be the same or 
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different, are alkylene groups; and a total carbon number of R n to R 4 is preferably 24 to 36. 
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COOH (6) 
R< COOH 

wherein R 1 and R 2 , which may be the same or different, are alkyl groups; R 3 and R 4 , which may be the same or 

different, are alkylene groups; and a total carbon number of R 1 to R 4 is preferably 24 to 36. 

[0014] Examples of aromatic dimer acids include dimer acids represented by the following general formula (7). 



R»^0>— R » COOH 

y===\ - (7) 

R 2 X R< COOH 



wherein R 1 and R 2 , which may be the same or different, are alkyl groups; R 3 and R 4 , which may be the same or 
different, are alkylene groups: and a total carbon number of R 1 to R 4 is preferably 24 to 36. 

[001 5] ' More specific examples of preferred dimer acids include acids sold under the trade name PRIPOL 1 008 by 
25 Uniqema of Gouda, the Netherlands (a hydrogenated dimer acid product containing an aromatic dimer acid, an alicyclic 
dimer acid and an aliphatic dimer acid in a molar ratio of 9:54:37 (carbon number: 36)) : Uniqema's PRIPOL 1009 (a 
hydrogenated dimer acid product containing an aromatic dimer acid, an alicyclic dimer acid and an aliphatic dimer acid 
in a molar ratio of 13:64:23 (carbon number: 36)), Uniqema's PRIPOL 1098 (an unhydrogenated dimer acid product 
containing an aromatic dimer acid, an alicyclic dimer acid and an aliphatic dimer acid in a molar ratio of 13:64:23 
30 (carbon number: 36)), Uniqema's PRIPLASTA 3008 (a dimethyl ester product of PRIPOL 1008), and Uniqema's PRI- 
PLASTA 1 899 (a dimethyl ester product of PRIPOL 1 009). Among these dimer acid products, the hydrogenated dimer 
acid products (PRIPOL 1008, PRIPOL 1009, PRIPLASTA 3008 and PRIPLASTA 1899) are particularly preferred. 
[001 6] The PBT-TPE containing the dimer acid moiety may be prepared, for example, by partly substituting tereph- 
thalic acid (TPA: a material for the PBT) with the dimer acid. For the preparation of the PBT-TPE containing the dimer 
35 acid moiety, a polyether or a polyester as a soft segment may be copolymerized with the dimer acid. 

[0017] The proportion of the soft segment in the PBT-TPE containing the dimer acid moiety is preferably not greater 
than 20 wt% from the viewpoint of sour gasoline resistance. 

[0018] An example of the polyether to be copolymerized with the dimer acid is polytetramethyiene glycol (PTMG). 
Examples of the polyester to be copolymerized with the dimer acid include polybutylene adipate (PBA) and poly-e- 
40 caprolactone. 

[001 9] The proportion of the dimer acid moiety in the PBT-TPE containing the dimer acid is preferably 1 rnol% to 12 
mol%, particularly preferably 1 .5 mol% to 1 1 mol%. If the proportion of the dimer acid moiety is smaller than 1 mol%, 
flexibility tends to be deteriorated. If the proportion of the dimer acid moiety is greater than 12 mol%, the crystallinity 
of the PBT tends to be reduced, resulting in reduction of gasoline resistance and mechanical strength. 
45 [0020] The PBT-TPE containing the dimer acid moiety preferably has a flexural modulus of 200 MPa to 2O00 MPa, 
particularly preferably 300 MPa to 2000 MPa. 

[0021] The innermost layer material may further contain an electrically conductive material such as carbon black, 
carbon nano-tubes or metal powder. The material tends to dissipate static electricity generated by a fuel pump out of 
the hose to help prevent accidents such as ignition of a fuel (gasoline) which may otherwise occur due to the static 
50 electricity. 

[0022] A material for the barrier layer 2 provided on the outer periphery of the inner layer 1 is not particularly limited, 
but a polyester resin is preferably used as the barrier layer material. Particularly preferred examples of the polyester 
resin include a polybutylene naphthalate (PBN) resin, a polybutylene terephthalate (PBT) resin, a polyethylene naph- 
thalate (PEN) resin and a polyethylene terephthalate (PET) resin. Further, an elastomer blend containing any of these 
55 polyester resins as a matrix. may be employed as the barrier layer material. 

[0023] The PBT resin may be prepared by a DMT method employing dimethyl terephthalate (DMT) and 1 ; 4-butanediol 
as starting materials, or by a direct polymerization method employing terephthalic acid (TPA) and 1 ,4-butanediol as 
starting materials. 



SDOCID: <EP 133321 2A2J_> 



EP 1 333 212 A2 

[0024] The PBN resin may be prepared by an ester exchange method employing 2,6-dimethyl naphthalate (DMN) 
and 1 ,4-butanedioI as starting materials, or by a direct polymerization method employing 2,6-naphthafene dicarboxylic 
acid and 1 } 4-butanediol as starting materials. 

[0025] The PEN resin may be prepared by an ester exchange method employing 2,6-dimethyl naphthalate (DMN) 
5 and ethylene glycol as starting materials, or by a direct polymerization method employing 2,6-naphthalene dicarboxylic 
acid and ethylene glycol as starting ' materials. 

[0026] The PET resin may be prepared by a DMT method employing dimethyl terephthalate (DMT) and ethylene 
glycol as starting materials, or by a direct polymerization method employing terephthalic acid (TPA) and ethylene glycol 
as starting materials. 

w [0027] Like the inner layer material, the barrier layer material may further contain an electrically conductive material 
such as carbon black, carbon nano-tubes or metal powder so as to have electrical conductivity. 
• [0028] A material for the outer layer 3 provided on the outer periphery of the barrier layer 2 is not particularly limited, 
but a thermoplastic polyester elastomer is preferably used as the outer layer material. Particularly preferred examples 
of the thermoplastic polyester elastomer include a thermoplastic polybutylene naphthalate elastomer (PBN-TPE) and 

75 • a thermoplastic polybutylene terephthalate elastomer (PBT-TPE). 

[0029] Like the inner layer, material, the outer layer materia! may further contain an electrically conductive material 
such as carbon black, carbon nano-tubes or metal powder so as to have electrical conductivity. 
[0030] The inventive fuel hose is produced, for example, in the following manner. The inner layer material essentially 
containing the PBT-TPE containing the dimer acid moiety, the barrier layer material of the polyester resin (e.g., poly- 

20 butylene naphthalate (PBN)) and the outer layer material of the thermoplastic polyester elastomer (e.g., thermoplastic 
PBT elastomer) are prepared. Then, the respective layer materials are co-extruded by means of an extruder capable 
of simultaneous formation of the three layers, are in turn sized by a vacuum sizing method, and then cooled to solidi- 
fication in a cooling water bath. Thus, the intended fuel hose (see the Figure) is produced. The inventive fuel hose may 
partially have a bellows structure which is formed by means of a corrugator. 

25 [0031] Although the inner layer 1, the barrier layer 2 and the outer layer 3 are simultaneously formed by the co- 
extrusion in the aforesaid production method, the production method is not limited thereto. For example, the inner layer 
material may first be extruded around a mandrel for formation of the inner layer 1 . Then the barrier layer material and 
the outer layer material may successively be extruded around the inner layer 1 for formation of the barrier layer 2 and 
the outer layer 3. 

30 [0032] The inner layer 1 of the inventive fuel hose thus produced typically has a thickness of 0.01 mm to 0.5 mm, 
preferably 0.1 mm to 0.4 mm. The barrier layer 2 typically has a thickness of 0.01 mm to 0.5 mm f preferably 0.05 mm 
to 0.4 mm. The outer layer 3 typically has a thickness of 0.1 mm to 3 mm, preferably 0.3 mm to 1 mm. The inventive 
fuel hose typically has an inner diameter of 3 mm to 60 mm, preferably 4 mm to 30 mm. 

[0033] The structure of the inventive fuel hose is not limited to the three-layer structure shown in the Figure, as long 
35 as the innermost layer is composed of the aforesaid PBT-TPE containing the dimer acid moiety. The fuel hose may 
be of a single layer structure, a two-layer structure, or a multi-layer structure having four or more layers. In the present 
invention, a single layer structure means that the single layer is the innermost layer. For example, the inventive fuel 
hose may be, preferably, of a five layer structure having a first intermediate layer provided on the inner periphery of 
the barrier layer 2 and a second intermediate layer provided on the outer periphery of the barrier layer 2 (i.e., inner 

^0 layer 1/first intermediate layer/barrier layer 2/second intermediate layer/outer layer 3). . 

[0034] An exemplary material for the first and second intermediate layers is a blend of a PBT and a polyolefin elas- 
tomer. The blend of the PBT and the polyolefin elastomer is advantageous, because the blend has excellent low- 
temperature impact resistance and adhesiveness to the barrier layer, and is less expensive than PBN. 
[0035] The inventive fuel hose is advantageously employed as an automotive fuel hose, in addition, the inventive 
^5 fuel hose may be employed as a fuel hose for a tractor or a farm tractor. 

[0036] Next, an explanation will be given to examples and comparative examples. 

[0037] Prior to the explanation of the examples and the comparative examples, the materials herein employed will 
be explained. 

50 PBT-TPE containing dimer acid moiety 

[0038] PBTS01 562 (containing Uniqema's PRIPOL 1 008 as a dimer acid moiety in a proportion of 6 mol% and having 
a flexural modulus of 650 MPa) available from Kanebo Gohsen, Ltd. of Osaka, Japan. 

55 PBN resin 

[0039] TQB-OT (having a flexural modulus of 2100 MPa) available from Teijin Chemicals, Ltd. of Tokyo, Japan. 
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PBT resin 

[0040] CELANEX 2001 (having a flexural modulus of 2450 MPa) available from Polyplastics Co., Ltd. of Tokyo, Japan. 
5 PEN resin 

[0041] TEONEX TN8770 (having a flexural modulus of 2300 MPa) available from Teijin Chemicals, Ltd. of Tokyo, 
Japan. 

10 PBN-TPE 

[0042] PERPRENE EN5030 (having a flexural modulus of 470 MPa) available from Toyobo Co., Ltd. of Osaka, Japan. 
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PBT-TPE (1) 

[0043] HYTREL 7277R07 (having a flexural modulus of 570 MPa) availablefrom E.I. DuPont de Nemours & Company 
of Wilmington, USA. 

PBT-TPE (2) 

[0044] HYTREL 5577R07.(having a flexural modulus of 200 MPa) available from DuPont-Toray Co., Ltd. of Tokyo, 
Japan. 

Examples 1 to 6 and Comparative Examples 1 and 2 

F00451 An inner layer material, a barrier layer material and an outer layer material as shown in Tables 1 and 2 were 
prepared for each of fuel hoses of Examples 1 to 6 and Comparative examples 1 and 2. The inner layer material, the 
barrier layer material and the outer layer material were co-extruded by an extruder capable of simultaneous formation 
of three layers which were in turn cooled to solidification in a cooling water bath. Thus, a fuel hose was produced, 
which had a 0.2 mm thick inner layer, a 0.1 mm thick barrier layer provided on the outer periphery of the inner layer 
and a 0.7 mm thick outer layer provided on the outer periphery of the barrier layer and had an inner d.ameter of 6 mm 
and an outer diameter of 8 mm. 

Examples 7 and 8 

[0046] An inner layer material, a first intermediate layer material, a barrier layer material, a second intermediate layer 
material and an outer layer material as shown in Table 2 were prepared for each of fuel hoses of Examples 7 and 0. 
The inner layer material, the first intermediate layer material, the barrier layer material, the second intermediate layer 
material and the outer layer material were co-extruded by an extruder capable of simultaneous formation of five layers 
which were in turn cooled to solidification in a cooling water bath. Thus, a fuel hose was produced, which had a 0.05 
mm thick inner layer, a 0.2 mm thick first intermediate layer, 0.1 mm thick barrier layer, 0.2 mm thick second intermediate 
layer and a 0.45 mm thick outer layer sequentially stacked in this order, and had an inner d.ameter of 6 mm and an 
outer diameter of 8 mm. 

[0047] The fuel hoses of the examples and the comparative examples thus produced were evaluatedfor characteristic 
properties thereof in the following manners. The results of the evaluation are shown in Tables 1 and 2. 

Permeability to gasoline 

[0048] Opposite end portions of a 10 m long fuel hose (having an inner diameter of 6 mm) were each expanded to 
an inner diameter of 1 0 mm by means of a cone-shaped jig. Then, two metal pipes were prepared which each had an 
outer diameter of 8 mm with two bulged portions each having an outer diameter of 10 mm and with each one end 
thereof having a rounded outer periphery. These metal pipes were respectively press-fitted into oppos.te end portions 
of the hose. A blind cap was threadingly attached to one of the metal pipes, and a metal valve was attached to the 
other metal pipe. Thereafter, regular gasoline (containing 10 vol% ethanol) was supplied into the fuel hose through the 
metal valve, and the fuel hose was sealed. The fuel hose was allowed to stand at 40°C for 3000 hours (the regular 
gasoline was changed every week). Then, fuel permeation was measured for three days on the basis of a Diurnal 
Breathing Loss (DBL) pattern by the Sealed Housing for Evaporative Detection (SHED) method in accordance with 
California Air Resources Board (CARB). Then, fuel permeation per meter of the hose was determined on a day when 
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the maximum fuel permeation was detected. In Tables 1 and 2, a notation "<0.1" indicates that the measured fuel 
permeation was below the measurement limitation (0.1 mg/m/day) of the aforesaid measurement method. 

Sour gasoline resistance 

5 

[0049] A model of degraded gasoline was prepared by blending 5 wt% of lauroyl peroxide (LPO) in Fuel C (50% by 
volume of toluene + 50% by volume of isoctane). Then, two metal pipes were respectively press-fitted into opposite 
end portions of a 10 m long fuel hose. After the model of degraded gasoline was circulated through the fuel hose at 
60 °C at a pressure of 0.3 MPa for eight hours via a pressure regulator, the model of degraded gasoline was filled in 
10 the fuel hose for 16 hours. After this cycle was repeated 30 times, a part of the fuel hose was sampled and bent by 
180 degrees. The sampled part was visually observed for the evaluation of the sour gasoline resistance. In Tables 1 
• and 2, a symbol O indicates that the fuel hose suffered from no abnormality, and a symbol X indicates that the fuel . 
hose was flattened. 
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[0050] As can be understood from the aforesaid results, the fuel hoses of the examples were excellent in sour gasoline 
resistance, and each have a low gasoline permeability. For further improvement of the pressure resistance of the fuel 
hoses of Examples 1 to 6, the thickness of the barrier layer should be increased. With the barrier layer having an 
increased thickness, the fuel hoses would be more costly and more rigid because the PBN is costly and highly rigid. 

5 In the case of the fuel hoses of Examples 7 and 8, however, the intermediate layers composed of the blend of the PBT 
and the polyolefin elastomer were provided on the inner and outer peripheries of the barrier layer, so that the pressure 
resistance thereof was improved without increasing the thickness of the barrier layer. Further, the blend of the PBT 
and the polyolefin elastomer is advantageous because it has excellent low-temperature impact resistance and adhe- 
siveness to the barrier layer and is less costly than the PBN. 

10 [0051] On the other hand, the fuel hoses of Comparative Examples 1 and 2 were inferior in sour gasoline resistance 
though each have a lower gasoline permeability. This is because the inner layer was not composed of the PBT-TPE 
containing the dimer acid moiety, but composed of PBN-TPE or PBT-TPE. Therefore, it is supposed that the soft 
segment in the TPE was eroded by a peroxide in the sour gasoline, resulting in the deterioration of the sour gasoline 
resistance. 

15 [0052] As described above, the inventive fuel hose has the innermost layer comprising a thermoplastic PBT elastomer 
containing a dimer acid moiety. Since the dimer acid moiety is introduced into the thermoplastic PBT elastomer to 
reduce the proportion of the soft segment (e.g., the polyether) or to entirely replace'the soft segment with the dimer 
acid moiety, the soft segment is made less liable to be eroded by peroxide in the sour gasoline, whereby the sour 
gasoline resistance of the hose is effectively improved. 

20 [0053] When the fuel hose further comprises a barrier layer of polyester resin provided around the innermost layer 
and an outer layer of thermoplastic polyester elastomer provided around the barrier layer, the fuel hose is made less 
permeable to automotive fuel and the like. 

[0054] When the outer layer of the fuel hose is composed of at least one of a thermoplastic polybutylene naphthalate 
elastomer and a thermoplastic polybutylene terephthalate elastomer, the fuel hose is made further less permeable to 
25 automotive fuel and the like. . 

[0055] The features disclosed in the foregoing description, in the claims and/or in the accompanying drawings may, 
both separately and in any combination thereof, be material for realising the invention in diverse forms thereof. 

30 Claims 

1 . A fuel hose comprising at least one layer including an innermost layer which comprises a thermoplastic polybuty- 
lene terephthalate elastomer containing a dimer acid moiety. 

35 2. A fuel hose as set forth in claim 1 , further including a barrier layer comprising a polyester resin and provided around 
the innermost layer, and an outer layer comprising a thermoplastic polyester elastomer and provided around the 
barrier layer. 

3. A fuel hose as set forth in claim 2, wherein the thermoplastic polyester elastomer for the outer, layer is at least one 
40 of a thermoplastic polybutylene naphthalate elastomer and a thermoplastic polybutylene terephthalate elastomer. 

4. A fuel hose as set forth in any one of claim 1 to claim 3, wherein the innermost layer further comprises an electrically 
conductive material. 

^5 5. a fuel hose as set forth in any one of the. preceding Claims wherein the dimer acid is an aliphatic dimer acid, an 
alicyclic dimer acid and/or an aromatic dimer acid, alone or in combination. 

6. A fuel hose as set forth in Claim 5 wherein the aliphatic dimer acid is selected from dimer acids represented by 
the following general formulae (1) or (2), which may be used either alone or in combination: 

50 

Ri -CH-Ri C0OH 

I - (1) 

R, -CH-R< COOH 



55 



wherein R 1 and Ft 2: which may be the same or different are alkyt groups; R 3 and R 4! which may be the same or 
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different, are alkyiene groups; and a total carbon number of R 1 to R 4 is preferably 24 to 36; 



R, -CH-Ri COOH 
I 

R t -C=CHCOOH 



(2) 



10 wherein R 1 and R 2> which may be the same or different are, alkyl groups; R 3 is an alkyiene group; and a total 

carbon number of R 1 to R 3 is preferably 24 to 36. 

7. A fuel hose as set forth in Claim 5 wherein the alicyclic dimer acid is selected from dimer acids represented by the 
following general formulae (3) to (6), which may be used either alone or in combination: 

15 * 



20 



R\-/ ^ — Rj COOH 

W -(a) 

Rt X R< COOH 



25 



wherein R 1 and H 2 whi ch may bo the same or different, are alkyl groups; R 3 and R 4> which may be the same or 
different, are alkyiene groups; and total carbon number of Rt to R 4 is preferably 24 to 36; 



30 



Rx-C\-R> COOH 

}~\ (4) 
R, X R< COOH 



35 



wherein R, and R 2; which may be the same or different, are alkyl groups; R 3 and R 4 , which may be the same or 
different, are alkyiene groups; and a total carbon number of R, to R 4 is preferably 24 to 36; 



40 



R 



^V^R. COOH 



R< COOH 
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wherein R., and R 2: which may be the same or different, are alkyl groups; R 3 and R 4 , which may be the same or 
different, are alkyiene groups; and a total carbon number of R 1 to R 4 is preferably 24 to 36; • 



R» 

^iQ^R, coo 



R, COOH 



H 



C6) 



wherein and R 2: which may be the same or different, are allyl groups; R 3 and R 4 , which may be the same or 
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different, are alkylene groups; and a total carbon number of R, to R 4 is preferably 24 to 36. 

8. A hose as set forth in Claim 5 wherein the aromatic dimer acids are dimer acids represented by the following 
general formula (7). 



R i^OV- R ' CO OH 
Rz N R< COOH 



wherein R-, and R 2f which may be the same or different, are allyl groups; R 3 and R 4 , which may be the same or 
is different, are alkylene groups; and a total carbon number of R t to R 4 is preferably 24 to 36. 

9. A fuel hose as set forth in Claim 2 wherein the barrier layer and all the outer layer further contain an electrically 
conductive material. 
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